• Jan-16-03 



10:4430] 




lareff Friedman 



20229S8478 



T-040 P. 023/035 F-831 



DECLARATION 



I, Stefan Israelsson, European Patent Attorney, with the address: 
Bjerkens Patentbyra KB, Ostermalmsgatan 58, SE-114 50 Stockholm, 
Sweden, do solemnly and sincerely declare as follows: 

(1) that I am well acquainted with the English and Swedish languages; 

(2) that I made a translation of the specification, as originally filed, of 
the Swedish patent application no. 9804292-2; 

(3) that the aforesaid translation, one copy of which is annexed 
hereto and signed by me at the time for making this declaration, is a 
true translation of said application; and I make this solemn Declaration 
conscientiously believing the same to be true. 
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5 Zirconium-based alloy and conpoaent in a nuclear energy 
plant 

BACKGROUND OP THE INVENTION AND PRIOR ART 

10 The present invention concerns a zirconium-based alloy, 
suitable for use in a corrosive environment where it is 
subjected to increased radiation and comprising 0.5-1.6 
percentage by weight Nb and 0.3-0,6 percentage by weight Fe. 
The invention also concerns a component in a nuclear energy 

15 plant, which comprises an alloy of the mentioned kind. 

According to the prior art it is known to provide, in a 
nuclear energy plant, a component which comprises a 
zirconium-based alloy of the above-mentioned kind- Such an 
20 alloy has the advantage of fulfilling the requirements which 
are demanded on mechanical as well as corrosion properties 
of a material which in a corrosive environment is subjected 
to an increased radiation^ in particular neutron radiation 
of the fast neutron kind. 

25 

Thanks to its relatively high Fe-content it is possible 
through a suitable heat treatment, comprising annealing and 
quenching, to obtain secondary phase particles consisting of 
Zr, Fe and Nb in a matrix of a-phase of the zirconium-based 

30 alloy. By a suitable choice of the heat treatment variables 
time and temperature it is furthermore, with given contents 
of the included alloying materials Nb and Pe, possible to 
control the size of and the distribution of the secondary 
phase particles. The secondary phase particles may have a 

35 positive effect on the corrosion resistance of the alloy. It 
is therefore important to optimize the distribution of and 
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the size of the existing secondary phase particles. It is 
thereby highly important to find a suitable composition of 
the alloying elements included in the alloy. 

5 The document us 5 560 790 describes a zirconium-based alloy 
which comprises O.S-1.5 percentage by weight Nb, 0.9-1,5 
percentage by weight Sn and 0.3-0.6 percentage by weight Fe. 
Furthermore, this alloy comprises 0.005-0.2 percentage by 
weight Cr, 0.005-0.04 percentage by weight C, 0.05-0.15 

10 percentage by weight 0.005-0.15 percentage by weight Si 
and the rest Zr. Thereby a microstructure is achieved in the 
material which includes particles of the kind Zr(Nb|Fe}2. 
2r(Nb,Cr,Fe) and (Zr,Nb)3Fe. These secondary phase particles 
give the material good corrosion properties and good 

15 mechanical properties. Thanks to the high Fe-content, 
precipations of p-Nb-pbase are avoided, which would have a 
negative influence on the resistance of the material against 
local corrosion attacks. 



2 0 Sn is said to have a high soliibility in the a-phase and will 
therefore, when it is present to the given amount, be 
dissolved in the a-phase and contribute to improved 
corrosion properties and mechanical properties of the same. 
It is pointed out that a too low content of Sn (below 0.9 

25 percentage by weight) in the material influences the tensile 
strength of the material both in the long and in the short 
term. Furthermore, such a low Sn-content suppresses to a 
smaller extent a negative effect of a possible nitrogen 
incorporation on the corrosion resistance of the material. A 

30 Sn .content above 1,5 percentage by weight influences the 
susceptibility of the material to working and in particular 
to cold working. 

It is mentioned that Si and C contribute to a reduction of 
35 the size of the particles and to bring about a structural 
homogeneity in the material. 
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oxygen is said to contribute to a finer structure of the 
material and is also used as a means for reinforcing the 
material through the solid solution, a so-called "solid 
solution etrengthener" . 

Nb is said to contribute to the strength properties of 2r 
and increases the corrosion resistance of the alloy by 
forming secondary phase particles together with Zr and Fe. 



It is furthermore pointed out that with a Nb-content below 
0.5 percentage by weight of the material, a Fe- content below 
0.3 percentage by weight and a Cr-content below 0.005 
percentage by weight, the total portion of secondary phase 
particles of the above-mentioned kind in the a- zirconium 
matrix of the end product is considerably lower than 60 
percentage by volume of the total amount of iron- containing 
secondary phase particles, which results in that the 
corrosion resistance of the material is negatively 
2 0 influenced. With a Nb-content above 1.5 percentage by 
weight, a large number of large particles of p^Nb phase are 
formed in the material, which also reduces the corrosion 
resistance of the same. 



25 It is also mentioned that a Cr-content above 0.2 percentage 
by weight may result in the formation of binary 
intermetallic compounds of Zr-Cr, which has an opposite i.e. 
negative, influence on the workability and the tensile 
strength of the material. 

30 

Sin^lMARY OF THE INVENTION 

A purpose with the present invention is to provide a 
zirconium-baaed alloy with such a composition that the 
35 distribution of and the size of secondary phase particles in 
the alloy, the kind of secondary phase particles and the 
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content of different alloying elements in the a-phase of the 
alloy are such that the alloy is optimized with respect to 
physical and mechanical properties as well as corrosion 
properties- In particular, these properties should be 
5 optimized with respect to an application where the alloy is 
subjected to an increased radiation of the fast -neutron kind 
in a corrosive environment, such as in the reactor core of a 
nuclear energy plant. In particular it is aimed at improved 
corrosion properties of the alloy with respect to the 
10 corrosion properties of the above-mentioned alloys according 
to the prior art . 

This puirpose is achieved by means of an alloy of the kind 
initially defined, which alloy is characterised in that it 
15 comprises 0,5-0.85 percentage by weight Sn. This choice of 
Sn-content stands in opposition to that which, according to 
the prior art, is a preferred interval for the Sn-content. 
The applicant has however found that improved corrosion 
properties, in particular in the environment which is the 

2 0 case in the area of the reactor core of a nuclear energy 

plant, may be achieved in the zirconium-based alloy by a 
careful choice of the Sn-content within the defined 
interval . 

25 According to a preferred embodiment of the alloy, the 
content of Sn in the alloy is larger than or equal to 0.65 
percentage by weight. A preferred interval for the Sn- 
content should thus be 0.65-0,85 percentage by weight with 
the purpose of achieving as good corrosion properties in the 

3 0 alloy as possible under the otherwise given conditions. 

According to a further preferred embodiment, the alloy 
comprises up to 0.2 percentage by weight Ni. Thereby 
secondary phase particles containing Zr, Ni and Pe may be 
35 obtained in the alloy. Such secondary phase particles 



Received from < 2022958478 > at 1116/03 10:38:12 AM (Easlem Standard Time] 



Jart-16-03 10:46ain From-SwidleWIWfi Shsreff Friedman 2022958478 T-040 P. 028/035 F- 



contribute to improved conrosion properties of the alloy and 
have good stability under neutron radiation. 

According to a further preferred embodiment, the alloy 
5 comprises up to 0.6 percentage by weight Cr, which is mare 
than the maximum 0.2 percentage by weight which has 
previously been recommended with respect to the formation of 
binazy intermetallic corttpotinds of Cr and Zx, With the 
remaining composition which the alloy according to the 

10 invention has, a content of up to 0 . 6 percentage by weight 
Cr may however be permitted in order to improve the 
corrosion properties of the alloy, without the alloy thereby 
obtaining considerably worse mechanical properties, such as 
a deteriorated tensile strength. Unlike the prior art, the 

15 present invention thus suggests a zirconium-based alloy with 
a Cr-Gontent above 0.2 percentage by weight, up to 0.6 
percentage by weight . 

According to a further preferred embodiment, the total 
20 content of Nb and Sn is larger than or equal to 1,15 
percentage by weight. Such a total content of Nb and Sn 
contributes to irrproved mechanical properties of the alloy. 

Which requirements on mechanical properties and corrosion 
25 properties that finally are demanded on the alloy depend on 
in which application the alloy finally is to be used. 
According to a preferred embodiment of the invention, the 
alloy constitutes at least a part of a component in a 
nuclear energy plant. The component is preferably arranged 
30 in the area of the reactor core and constitutes, according 
to a further preferred embodiment, a part of a fuel 
assembly. In such an application high requirements will at 
least be demanded on the conrosion properties of the alloy. 
Depending on to which extent the component has a supporting 
3 5 function, specific requirements will also be demanded on the 
mechanical properties of the alloy. An alloy of the kind 
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which is suggested by the invention is in particular 
suitable to constitute at least a part of a cladding tube, a 
spacer or a box. 

5 A further purpose of the invention is to provide a component 
in a nuclear energy plant, which conponent in particular has 
satisfactory corrosion properties with respect to the 
specific conditions which may be assumed to be the case in 
the nuclear energy plant, in particular in the area of the 
10 core of the same, where the component is subjected to an 
increased radiation of the fast neutron kind, in a corrosive 
environment, e.g- surrounded by a corrosive medium, such as 
water , 

15 This purpose is achieved by means of a component of the 
initially defined kind, which comprises an alloy according 
to the invent i on . 

According to a preferred embodiment, the component 
20 constitutes a .part of a fuel assembly, i,e, it is arranged 
in the area of the reactor core. Thereby specific 
requirements are demanded on its corrosion properties in the 
environment of increased radiation and corrosive media which 
it is sLibjected to. The choice of a zirconium-base alloy 
25 with a suitable. composition is consequently highly 
important . 

According to a further preferred embodiment, the component 
defines a cladding tube. Thereby also specific mechanical 
30 properties of the conponent are required, which are 
fulfilled by the alloy according to the invention. 

According to a further preferred embodiment, at least a part 
of the inner circumference of the cladding tube coirprises a 
35 layer of a material which is more ductile than the alloy 
according to the invention. The cladding tube is thereby 
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made less sensitive to the direct contact with the fuel 
within these. The risk for crack formation of the cladding 
tube in areas where it comes into direct contact with and 
possibly is subjected to wear caused by the fuel is reduced, 
5 lander the condition that the layer of the more ductile 
material is arranged in these areas, which preferably is the 
case. Said layer comprises here a zirconium-based alloy with 
a total content of alloying materials which does not exceed 
0.5 percentage by weight. 

10 

Further advantages with and features of the alloy according 
to the invention and the corr^onent, respectively, will be 
clear from the following, detailed description. 

IS DETAILED DESCRIPTION OF A PREFERRED EMBODIMENT 

A component arranged in a nuclear energy plant, more 
precisely in the area of the reactor core, is subjected to 
increased radiation of the fast neutron kind in a corrosive 
20 environment. The reactor may be a pressure water or a 
boiling water reactor. The component constitutes a part of 
the fuel assembly- In this example the component is a 
cladding tube arranged to contain the reactor fuel. 

25 The component comprises a zirconium- based alloy which has 
the following composition: 

0.5-0.85 percentage by weight Sn, 
0.3-0.6 percentage by weight Fe, 
3 0 0-0.6 percentage by weight Cr, 
0-0.2 percentage by weight Ni, 

0.65-1.6 percentage by weight Nb and the rest zirconium. 

The content of Ni is preferably within the interval 0.05-0.2 
35 percentage by weight. 
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According to an alternative eitibodiment: tine alloy conprises 
0.65-0-85 percentage by weight Sn and 
0-5-1.6 percentage by weight Nb, 

with the remaining elements within the previously mentioned 
intervals. 

The cladding tube may be formed from a solid bar, in the 
centre of which a hole has been drilled- Furthermore, the 
component has, in addition to prior annealings in connection 
with the working of the same, finally been annealed in the 
P -phase area of the alloy and then been quenched by a P- 
quenching in the a-phase area of the alloy. 

By the annealing in the P -phase sirea, course structures and 
other effects of the prior heat treatment history are 
removed from the alloy. Furthermore, the orientated texture 
which has been obtained during prior working of the work 
piece of the tube is removed, whereby different tendencies 
to growth in different directions of the component, when it 
is exposed to neutron radiation in the core, are avoided. 

The cooling to the a-phase area is so fast that an entity of 
short a-phase laminae is formed in the prior P -phase grains. 
Short a- laminae improve the mechanical strength of the 
alloy. 

Furthermore at the quenching from the p -phase area to the a- 
phase area secondary phase particles of intermetallic 
compounds, such as Zr(Nb,Fe)2, Zr(Fe,Cr,Nb) and (Zr,Nb}3Fe, 
are precipitated, which favours good anticorrosive and 
mechanical properties of the finished alloy and thereby of 
the conponent . The quenching speed should thereby be 
adjusted such that an optimal secondary phase particle 
distribution and secondary phase average particle size are 
obtained. The alloy is preferably cooled with a cooling 
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speed below 10 0*^0/ second, preferably below 50°C/second and 
most preferred in order of magnitude 5-20°C/3econd. 

When the component, such as here, is a cladding tube, 
5 preferably a layer with a lower total content of alloying 
elements than the remaining alloy is applied on the inner 
circumference of the cladding tube . The total content of 
alloying materials in this layer is preferably below 0.5 
percentage by weight, wherein the remaining part constitutes 
10 2r. This layer makes the cladding tube more resistant to 
mechanical influence from the reactor fuel which is arranged 
in the tube and which physically may rest against and cause 
tensions in the walls of the cladding tvhe , 

15 It should be realised that a number of alternative 
embodiments of the alloy and the coTr53onent according to the 
invention will be obvious to a person skilled in the art but 
still be within the scope of the invention, such as it is 
defined in the annexed claims. 
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